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Amendments to the Claims : 

The following listing of claims will replace all prior versions, and listings, of claims in 
the application: 
1-36. (Canceled) 

37. (Currently Amended) A method for producing a honeycomb structure having an outer 
wall and a cell structure comprising a plurality of cells serving as fluid flowing channels and 
partitioned by partition walls, which compris e s the method comprising: disposing a mat e rial 
for forming outer wall forming an outer wall upon firing on th e out e r p e ripheral surface of a 
c e ll structure having a plurality of colls serving as fluid flowing chann e ls and partitioned by 
partition walls to produc e a c e ll structur e b e ing provided with a material for forming out e r 
wall and firing th e r e sulting c e ll structur e being provid e d with a material for forming out e r 
wall to obtain a hon e ycomb structure comprising th e cell structur e provid e d with th e outer 
wall on th e outer p e riph e ral surfac e , charact e riz e d in that in order to obtain, as th e mat e rial 
ft* 

preparing a material for forming the outer wall using at least one material selected 

from the group consisting of talc, calcined talc, kaolin, calcined kaolin, alumina, aluminum 
hydroxide, mullite and silica, in proportions such that, after firing, the material for forming 
outer wall contains cordierite as a main component and contains a quartz powder in an 
amount of 1-15% by mass based on the whole material for forming outer wall; 

forming the outer wall from the material by disposing the material on the outer 

peripheral surface of the cell structure, the material configured , such a mat e rial that the 
absolute value of the difference between the proportion of shrinkage in the size of the-acell 
structure after firing to the size of the cell structure before firing and the proportion of 
shrinkage in the size of the material for forming outer wall after firing to the size of the 
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material for forming outer wall before firing is not more than 0.5% ; in tho relation b e tw e en 
th e mat e rial of the c e ll structure and th e material for forming outer wall, the mat e rial for 
forming out e r wall is pr e pared using at l e ast on e material s e l e ct e d from th e group consisting 
of talc, calcined talc, kaolin, calcin e d kaolin, alumina, aluminum hydroxid e , mullit e and silica 
so that th e mat e rial for forming out e r wall aft e r firing contains cordierit e as a main 
component and contains a quartz powder in an amount of 1 15% by mass based on the whol e 
material for forming out e r wall, and th e c e ll structur e b e ing provid e d with a material for 
forming outer wall is produc e d using th e thus prepar e d material for forming out e r wall and is 
fir e d. 

and firing the cell structure with the material for the outer wall disposed thereto, to 

produce the honeycomb structure; 

wherein, the cell structure after firing has a section formed by cutting along a plane 

perpendicular to the central axis whose maximum diameter is 150 mm or more. 

38. (Previously Presented) A method for producing a honeycomb structure according to 
claim 37, wherein the main component of the cell structure and/or outer wall is a ceramics. 

39. (Previously Presented) A method for producing a honeycomb structure according to 
claim 37, wherein the cell structure being provided with a material for forming outer wall is 
produced so that the absolute value of the difference between the coefficient of thermal 
expansion of the cell structure after firing and that of the outer wall after firing is not more 
than 0.7 x 10 6 /°C. 

40. (Previously Presented) A method for producing a honeycomb structure according to 
claim 37, wherein the cell structure being provided with a material for forming outer wall is 
produced so that the main component of the cell structure after firing becomes cordierite. 
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41 . (Previously Presented) A method for producing a honeycomb structure according to 
claim 37, wherein the cell structure is unfired, wherein the material for forming outer wall is 
disposed on the outer peripheral surface of the unfired cell structure to produce a cell 
structure being provided with a material for forming outer wall, and the resulting cell 
structure being provided with a material for forming outer wall is fired. 

42. (Previously Presented) A method for producing a honeycomb structure according to 
claim 37, wherein the cell structure is previously fired, the material for forming outer wall is 
disposed on the outer peripheral surface of the fired cell structure to produce the cell structure 
being provided with a material for forming outer wall, and the resulting cell structure being 
provided with a material for forming outer wall is fired. 

43. (Currently Amended) A method for producing a honeycomb structure according to 
claim 37, wherein the material for forming the outer wall which forms th e outer walh s mainly 
composed of cordierite by firing is disposed after firing . 

44. (Previously Presented) A method for producing a honeycomb structure according to 
claim 37, wherein the absolute value of the difference between the proportion of shrinkage in 
the size of the cell structure after firing to the size of the cell structure before firing and the 
proportion of shrinkage in the size of the material for forming outer wall after firing to the 
size of the material for forming outer wall before firing is not more than 0.3%. 

45. (Previously Presented) A method for producing a honeycomb structure according to 
claim 44, wherein an absolute value of difference between the thermal expansion coefficient 
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of the cell structure after firing and that of the outer wall after firing is not more than 0.4 x 10" 

6 /°C. 

46. (Canceled) 

47. (Previously Presented) A method for producing a honeycomb structure according to 
claim 44, wherein the cell structure has an outer peripheral surface being formed of the 
surface of the outer peripheral wall provided on the outside of the cells positioned at the 
outermost periphery among a plurality of the cells. 

48. (Previously Presented) A method for producing a honeycomb structure according to 
claim 44, wherein the cell structure has an outer peripheral surface being formed of the 
surface of the partition walls of the cells positioned at the outermost periphery among a 
plurality of the cells. 

49. (Previously Presented) A method for producing a honeycomb structure according to 
claim 44, wherein the outer peripheral surface of the cell structure is formed by grinding at 
least a part of the outer peripheral wall of the cell structure comprising a plurality of cells 
serving as fluid flowing channels and provided with the outer peripheral wall on the outside 
of the cells positioned at the outermost periphery among a plurality of the cells. 

50. (Previously Presented) A method for producing a honeycomb structure according to 
claim 44, wherein the surface of the outer wall of the honeycomb structure is subjected to a 
surface working. 
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5 1 . (Previously Presented) A method for producing a honeycomb structure according to 
claim 44, wherein the honeycomb structure is cylindrical and difference between the 
maximum diameter and the minimum diameter of the cylindrical honeycomb structure is not 
more than 1 mm. 

52. (Previously Presented) A method for producing a honeycomb structure according to 
claim 37, wherein kaolin is used as a raw material for the cell structure and the material for 
forming outer wall, wherein an average particle diameter of kaolin used as the material for 
forming outer wall is 1/10 or more and 1/2 or less of an average particle diameter of kaolin 
used as the raw material for the cell structure. 

53. (Previously Presented) A honeycomb structure comprising a cell structure provided 
with an outer wall on the outer peripheral surface thereof which is produced by firing a cell 
structure being provided with a material for forming outer wall comprising a cell structure 
having a plurality of cells serving as fluid flowing channels and partitioned by partition walls 
and a material for forming outer wall which is disposed on the outer peripheral surface of the 
cell structure and forms an outer wall upon firing on the cell structure, characterized in that 
the outer wall comprises such a material that the absolute value of the difference between the 
proportion of shrinkage in the size of the cell structure after firing to the size of the cell 
structure before firing and the proportion of shrinkage in the size of the material for forming 
outer wall after firing to the size of the material for forming outer wall before firing is not 
more than 0.5%, and the outer wall contains at least one material selected from the group 
consisting of talc, calcined talc, kaolin, calcined kaolin, alumina, aluminum hydroxide, 
mullite and silica so that the material for forming outer wall after firing contains cordierite as 
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a main component and contains a quartz powder in an amount of 1-15% by mass based on the 
whole of the material for forming outer wall. 

54. (Previously Presented) A honeycomb structure according to claim 53, wherein the 
main component of the cell structure and/or outer wall is a ceramics. 

55. (Previously Presented) A honeycomb structure according to claim 53, wherein the 
absolute value of the difference between the coefficient of thermal expansion of the cell 
structure after firing and that of the outer wall after firing is not more than 0.7 x 10" 6 /°C. 

56. (Previously Presented) A honeycomb structure according to claim 53, wherein the 
main component of the cell structure after firing is cordierite. 

57. (Previously Presented) A honeycomb structure according to claim 53, wherein the cell 
structure is a fired cell structure produced by firing a cell structure being provided with a 
material for forming outer wall comprising an unfired cell structure and a material for 
forming outer wall disposed on the outer peripheral surface of the unfired cell structure. 

58. (Previously Presented) A honeycomb structure according to claim 53, wherein the cell 
structure is a fired cell structure produced by firing a cell structure being provided with a 
material for forming outer wall comprising a cell structure fired in advance and a material for 
forming outer wall disposed on the outer peripheral surface of a fired cell structure. 

59. (Previously Presented) A honeycomb structure according to claim 53, wherein the 
main component of the outer wall after firing is cordierite. 
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60. (Previously Presented) A honeycomb structure according to claim 53, wherein the cell 
structure being provided with a material for forming outer wall is produced so that the 
absolute value of the difference between the proportion of shrinkage in the size of the cell 
structure after firing to the size of the cell structure before firing and the proportion of 
shrinkage in the size of the material for forming outer wall after firing to the size of the 
material for forming outer wall before firing is not more than 0.3%. 

61 . (Previously Presented) A honeycomb structure according to claim 53, wherein the 
absolute value of the difference between the coefficient of thermal expansion of the cell 
structure after firing and that of the outer wall after firing is not more than 0.4 x 10" 6 /°C. 

62. (Previously Presented) A honeycomb structure according to claim 53, wherein the cell 
structure has a section formed by cutting the cell structure after firing along a plane 
perpendicular to the central axis whose maximum diameter is not less than 150 mm. 

63. (Previously Presented) A honeycomb structure according to claim 53, wherein the cell 
structure has an outer peripheral surface being formed of the surface of the outer peripheral 
wall provided on the outside of the cells positioned at the outermost periphery among a 
plurality of the cells. 

64. (Previously Presented) A honeycomb structure according to claim 53, wherein the cell 
structure has an outer peripheral surface being formed of the surface of the partition walls of 
the cells positioned at the outermost periphery among a plurality of the cells. 
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65. (Previously Presented) A honeycomb structure according to claim 53, wherein the 
outer peripheral surface of the cell structure is formed by grinding at least a part of the outer 
peripheral wall of the cell structure comprising a plurality of cells serving as fluid flowing 
channels and provided with the outer peripheral wall on the outside of the cells positioned at 
the outermost periphery among a plurality of the cells. 

66. (Previously Presented) A honeycomb structure according to claim 53, wherein the 
surface of the outer wall of the honeycomb structure provided with the outer wall on the outer 
peripheral surface of the cell structure is subjected to a surface working. 

67. (Previously Presented) A honeycomb structure according to claim 53, wherein the 
honeycomb structure is cylindrical and the difference between the maximum diameter and the 
minimum diameter of the cylindrical honeycomb structure is not more than 1 mm. 

68. (Previously Presented) A honeycomb structure according to claim 53, wherein the cell 
structure and the outer wall contain kaolin and the average particle diameter of kaolin 
contained in the material for forming outer wall is 1/10 or more and 1/2 or less of the average 
particle diameter of kaolin contained in the cell structure. 
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